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CLAIMS 

What is claimed is: 

5 1. An inkjet recording medium obtained by forming a coating layer containing a pigment 
and a binder on the surface of a base material, a treatment solution used to coagulate said 
binder is subsequently applied to said coating layer surface while wet and the coating layer 
on which said treatment solution is applied is pressed on to a heated mirror finished surface 
while said coating layer is wet to dry the layer to form an ink absorbing layer, wherein said 

10 pigment contains a colloidal silica that has a primary particle diameter of from 10 nm to 100 
nm while the ratio of the secondary particle diameter to said primary particle diameter is from 
1.5 to 3.0. 

2. The inkjet recording medium as defined in Claim 1 or 2 wherein an underrating layer 
15 is formed between said base material and said ink absorbing layer. 

3. The inkjet recording medium as defined in any one of Claims 1 through 3 wherein the 
primary particle diameter of said colloidal silica is from 10 nm to 50 nm and said pigment also 
contains y-type alumina. 

20 

4. The inkjet recording medium as defined in any one of Claims 1 through 3 wherein the 
primary particle diameter of said colloidal silica is from 10 nm to 50 nm and said pigment also 
contains silica formed using a vapor phase method and having a specific surface area of from 
130m 2 /gto300m 2 /g. 

25 

5. The inkjet recording medium as defined in any one of Claims 1 through 3 wherein the 
primary particle diameter of said colloidal silica is from 30 nm to 100 nm and said pigment 
also contains a synthetic non-crystalline silica formed using a wet method. 

30 6. The inkjet recording medium as defined in any one of Claims 1 through 6 wherein the 
content of said colloidal silica is from 5% by weight to 50% by weight based on total pigment 
in said ink absorbing layer. 
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7. The inkjet recording medium as defined in any one of Claims 1 through 7 wherein said 
binder contains a water soluble resin. 

8. The inkjet recording medium as defined in any one of Claims 1 through 7 wherein said 
binder contains poly(vinyl alcohol) and/or a polyvinyl alcohol) derivative. 

9. The inkjet recording medium as defined in any one of Claims 1 through 9 wherein the 
ratio by weight of the -pigment and the binder in said ink absorbing layer Satisfies the 
relationship (pigmenty(binder) = from 100/3 to 100/50. 

10. The inkjet recording medium as defined in any one of Claims 1 through 10 wherein 
the 75° specular gloss of said ink absorbing layer surface is at least 50% and the degree of 
image clarity is at least 20%. 
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